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Fig. 20.—Thermal Equilibrium Curve of Gold and Platinum.
Table XI. shows that much depends on the temperature of casting, .and that even where the platinum constitutes the major portion of the material, it is still concentrated in the interior of the sphere.ons, and that this value decreases in a straight Hne to zero for alloys containing less than 25 per cent, of palladium.
